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ABSTRACT 

The present invention relates to the use of * 
mixture consisting of an aqueous solution containing 
from 3 to 50 % by weight of hydrogen peroxide and of an 
effective quantity of at least one wetting surface- 
active agent which is stable in an oxidizing medium, as 
degreasing composition especially for cleaning metal 
articles. 

If. relates, furthermore, to a degreasing 
process maxing use of this mixture. 

Application: industrial degreasing in the 

engineering industry. 
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The present invention relates generally to the 
field of industrial degreasing and cleaning of 
manufactured articles and its subject-matter is chiefly 
the use of composition* based on hydrogen peroxide as 
5 degreasing agent especially for metal articles. 

A mechanical article is subjected to various 
cleaning and degreasing treatments during its 
manufacture. 

These treatments can be carried out either by 
10 means of aqueous solutions (-aqueous process-), or by 
means of solvents (-solvent process'). 

Petroleum solvents and chlorinated solvents are 
prominent among the solvents currently employed for 
making use of these latter treatments, the last- 
15 mentioned solvents being subdivided into two subgroups: 
chlorinated solvents and chlorof luorinated solvents. 

Chlorinated solvents are employed chiefly for 
cleaning and degreasing of metals at various stages: 

- degreasing between operations, 
2 0. - final, cleaning, 

- degreasing before surface treatment, 

- maintenance cleaning. 

These solvents in fact offer many advantages in 
these applications. 
25 • m particular they have . good degreasing 

properties, whatever the type of contamination to be 
' cleaned off, a*d are compatible with all materials. 

In addition, since their boiling point is 
" relatively low, they can be employed in vapour phase 
30 w.rth a relatively low expenditure of energy. 

Finally, they can be employed hot practically 
\ - without risk becaus- they do not exhibit any flash 
_ point. 

However, chlorinated solvents are toxic to man 
35 and detrimental to the environment, because they are, 
in particular, suspected of destroying the ozone layer. 

For these reasons, chlorinated solvents are at 
present subject to a severe regulation intended to 
rectrict, or even to prohibit, their use, in the 
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particular case of chlorof luorinated (CPC) solvents and 
of 1,1,1-trichloroe thane (Till). 

In theee conditions the objective of the 
present invention is to solve the technical problem 
consisting of the provision of degreasing compositions 
capable of being employed as a replacement for the 
chlorinated solvents, with the same effectiveness as 
the latter but without exhibiting their disadvantages 
which were recalled above. 

Another objective of the present invention is 
to solve the technical problem consisting in providing 
a process allowing these degreasing compositions to be 
used on an industrial scale. 

It has been found, and this constitutes the 
15 basis of the present iav»t<-jn, that mixtures 
consisting of an aqueous solution containing frcm 3 to 
50 % by weight of hydrogen peroxide and of an effective 
quantity of at least one wetting surf ace- active agent 
which it, stable in an oxidizing medium exhibit very 
good degreasing .properties and can be advantageously 
employed for cleaning articles, especially metallic 
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Some mixtures such as those employed within the 
scope of the present invention have already been 
25 described generically in document EP 0 351 772. 

More precisely, this prior document describes 
in a general maAner aqueous solutions of hydrogen 
peroxide containing a surf ace- active agent of any kind, 
the weight ratio of this surf ace- active agent to the 
hydrogen peroxide being between approximately 1:1 and 
1:10 000. 

It should 1 : be noted that, according to this 
prior document, .the function of the surf ace -active 
agent is essentially: 

- on the one hand, to stabilize the hydrogen 
peroxide solution against the catalytic activity of 
metal ions, and in particular of cupric ions, and 
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- on the other hand, to facilitate the riming 
of metal articles which are treated with a hydrogen 
peroxide solution. 

However, document EP 351 772 does not comprise 
any indication liable to encourage a person skilled in 
the art to employ a surf ace -active agent in general 
and, a fortiori, a wetting surf ace -active agent in 
order to produce a degreasing composition based on 
hydrogen peroxide. 

Thus, according to a first aspect, the 
invention aims to cover the use of a mixture consisting 
of an aqueous solution containing from 3 to 50 % and 
preferably from 10 % to 40 % by weight of hydrogen 
peroxide and of an effective quantity of at least one 
wetting surf ace -active agent which is stable in an 
oxidizing medium, as degreasing composition especially 
for cleaning metal articles. 

Many wetting surf ace -active agents can be 
employed within the scope of the present invention in 
order to improve the degreasing properties of aqueous 
solutions of hydrogen peroxide. 

These surf ace -active agents may be anionic, 
nonionic, cationic or amphoteric. 

Among the anionic agents capable of being 
employed there will be mentioned more particularly the 
organic mono-, di- and triesters of phosphoric A acid, 
fatty acids and sulphonated esters, carboxylated 
ethoxylated fatty alcohols marketed especially -under 
the name Akypo by the Chemy company, and 
alkylnaphthalenesulphonates • 

Among the nonionic surf ace -active agents 
capable of being employed there will be mentioned more 
particularly: 

- the following nonalkoxylated derivatives: 
alky lpolyglucos ides, fatty acid alkanol- 
amides and amine oxides; 

- the following alkoxylated derivatives: 
alkoxylated alcohols and alkylphenols, 
copolymers of ethylene and propylene oxides, 

/ 
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ethoxylated fatty acids, ethcxylated sorbitan 
esters, ethoxylated glycerides, alkoxylated 
amines and amides and alkoxylated derivatives 
of perf luorinated and polyf luorinated 
alcohols . 

Among the cat ionic surf ace -active agents 
capable of being employed there will be mentioned more 
particularly quaternary ammoniums and amins and 
imidazoline salts. 

Finally, betaines will be mentioned more 
particularly among the amphoteric surface -active agents 
capable of being employed. 

The best results have been obtained by 
employing nonionic wetting surface-active agents of 
hydrophilic nature and more particularly ethoxylated 
sorbitan esters. 

The quantity of surface-active agents to be 
employed depends , of course, on the nature of the 
surfactant and on the general conditions of use of the 
degreasing treatment, but can be easily determined by a 
person skilled in the art. 

In general, the weight ratio of the surface - 
active agent to hydrogen peroxide within the mixtures 
to be employed will be between 1:10 and 1:1000, 
preferably between 1:30 and 1:100. 

The aqueous solution containing hydrogen 
peroxide may be prepared by diluting a concentrated 
solution of hydrogen peroxide in an aqueous medium. 

Ethoxylated sorbitan esters employed in a 
weight ratio of approximately 1:100 with a 35% solution 
of hydrogen pero::ide provide the currently preferred 
e nbodiment of the invention when working at 60*C. 

When operating at 70 °C the preferred solution 
includes, as active agent: from *10 to 15 % of the 
weight of hydrogen peroxide and from 0.3 to 0.5 % of 
ethoxylated sorbitan esters. 

Among the ethoxylated sorbitan esters 
preferably employed within the scope of the present 
invention there will be mentioned in particular 
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,^Ut.d -orbit- mcnolauret. and «P«^ £ 
product -r)c. t .d under th. nam. Hontanox 2 0® by the 

Seppic c-^T.^ tbe Bubject . Mtt . r or the 

• ,entior is «» •»^ tion comprising. *' * CtiV * 

! To to « % by wight of hydrogen peroxide end 
rV." % * weight of ethoxyl.t.d sorbicen 

— ™.- third afipect< the ^t-matter or the 
mention is en agu.ous solution comprising, a. active 
t 30 to 50 * by weight of hydrogen perox.de end 
a oT ; o 1 \ hy weight of ethoxylated sorbitan 
olaurate Such a solution, ready for use. can be 
Zxoyed by being diluted to l/ 2 . or else without being 
Tlu/ed Is additive in order to read 3 ust the hydrogen 
^oxide assay of the wording solution during a 
^easin r peration.^ t{fl) ^ 

• . . . _ nved in 



One or more 

peroxide may be added to tr, mixture employed in 

with the present invention, xn order 
increase tbe duration 



2Q ; c ; o -darce with the present invention, in order to 
increase tb- — of use of tbe deceasing 
composition. 

•• The compuu 1 iu 0 t . ^ 



particular ioi - 
property of forming complexes with metals. Ixhe. for 
ellple! aminocarboxylic and aminophosphonic compounds. 
- 27 stabilizers such as sodium stannate and sodium 
pyroohosphate. which are described in the literature. 
^ ' Lording to a fourth aspect, the present 
30 application aims to cover a process for *egreasing 
aTticies. especially metallic ones, characterized in 

that* it consists: . 

. in i "-mer.ing the said articles in a bath 
' including a mixture consisting of an aqueous 

solution containing from 3 to 5C » by weight 
of hydrogen peroxide and an effective 
quantity of at least on. wetting ^fee- 
active agent which is stable in an oxidixing 
aedium. at a temperature of between 15 and 
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©refer ably from 5 to JO 
. „ t «r. .« «">• •««•«• " a * 

active agent 

defined above. ion o£ th. article, in 

— * - th ; "VJT- 1 - - — — «-• 

^ jttju-* ~ - — 

the bath temperature. no 

A person skilled in the art wo.il 
d - acuity in determining the appropriate temperature 
^d^ion conditions in each particular ca-e 

T he d.gxeasing properties of th. ^tures of 
hvdrog.n ^ ano of . surf.c.-ectiv. ag.nt. - 

demonstrate in th. ^ ^ x 10 cm, v.r. 

Stainless steel panels 

^ - rrr r^virr:: 
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on each face by conceatra tion of 0.2 

which corresponds to ^ placed xn 

Thu6 contacted the P to lie 

beakers of sufficient size to -» 
10 flat in the beaker. inert teward6 

A support which is cl« 

• j <« olaced between the BO-w» 
bydrC.b p.»~f " * £t .. ei ««l.«lo» 

be.ber »d tb. P«»l. '» — I „ ti „ „,,«. 

ot tb. «• »° "«""' 

t fc then introduced into it. 
2 0 the panel is then i ^ 1S 

The thermal inertia o- 
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~v,«r> it is placed xn pos_ 

« r b «b a- «i— «»» *— 
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then removing it and bonding it on 



in 

white paper 
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It is assumed that the adhesive tape has 
entrained with it all the contamination at the .pot 
where it has been in contact with the panel. In these 
conditions, when the adhesive tape is placed on the 
white sheet, the change in its colour can be assessed 
visually by referring to a preestablished sctle. 

It has not been possible, however, to apply 
this method in the case where the oil deposited onto 
the stainless panels is colourless, with the result 
that no change is seen in the colour of the adhesive 
tape . 

The method which has been employed within the 
scope of the invention is an alternative form of the 
adhesive tape test, based on the finding of the fact 
that the colour of a clean panel is lighter than that 
of a contaminated panel. 

Assuming that the adhesive tape removes all 
greasy contamination at the surface of the panel, a 
light trace should appear when the adhesive tape is 
removed after having been applied to a contaminated 
panel . 

The evaluation of the degreasing action of the 
bath has therefore been performed using the evaluation 
of the trace thus produced. 

To this end, a five-level evaluation scale has 
been established as a function of the trace left by the 
adhesive tape on the panel. 

- Level 0: no effect, the panel has retained 
its original colour. It is, of course, very greasy to 

I the touch. 

- Level 1: perceptible effect with a slight 
change in colour, but much oil still remains detectable 

to the touch. 

- Level 2: the oil coating is imperceptible to 
5 the touch, the trace of the adhesive tape is still 

visible, the edge of the trace being continuous. 

- Level 3: the trace of the adhesive tape is 
invisxole in places. 
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- Level 4 : the trace of the adhesive tape is 

completely invisible. 

RESULTS OF THE TESTS CARRIED OUT 

Preliminary tests have shown the crucial rcle 
of the rinsing in the decreasing process in accordance 
with the invention. 

In fact, on leaving the bath, the articles are 
covered with a liquid film containing hydrogen 
peroxide, surfactant and various materials originating 
from the contamination. 

The latter, which are generally greasy and 
hydrophobic, tend to form micelles with the surfactant 
molecules . 

On dyeing, the water and hydrogen peroxide 
evaporate and these micelles are redeposited at the 
surface of the article. 

It is therefore particularly important to rinse 
the articles immersed in the degreasing bath to obtain 
the desired effect. 

The results of the various tests which have 
demonstrated the detergent properties of the mixtures 
based on hydrogan peroxide and surfactants are reported 
in Table I;- 

The wetting surf ace -active agent employed 
within the' scope of these tests is an ethoxylated 
sorbitan monolaurate (product Montanox 20<8) . 

This surfactant is, of course, mentioned only 
by way of particular and preferred illustrative example 
but, as indicated above, a person skilled in the art 
will be capable of finding other compounds producing 
the required result, especially among the classes of 
surfactants referred to above. 

Test No. 1 was carried out in relatively severe 
operating conditions, the hydrogen peroxide 
concentration being 35 % by weight, the temperature of 
the bath 70 'C and the immersion period 30 minutes. 
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In those conditions the degreasing action is 
particularly remarkable. 

In fact, after rinsing and drying, the 
abovementioned test shows that the panel is clean. 
5 The following four tests (No. 2 to 5) were 

carried out to demonstrate th* role of each of the 
constituents of the degreasing bath. 

In these tests, the bath temperature is 70-75°c 
and the immersion period 15 minutes. 
10 A bath consisting solely of distilled water is 

completely ineffective (test No. 3). 

Hydrogen peroxide employed by itself produces 
only a relatively average result (test No. 4). 

Similarly, the surface-active agent employed by 
15 itself yields a mediocre result (test No. 5) . 

On the other hand, the hydrogen peroxide - 
surfactant combination is found to be fully effective 
(test No. 2) . 

The following tests (Nc.6, 7 and 8) demonstrate 
the effect of the bath temperature on the degreasing 

action. 

The results obtained show that the temperature 
of the bath is an important factor for obtaining the 
required result and that, in the case of a 
2 5 predetermined duration of treatment, there is a 
threshold value below which the treatment loses its 
effectiveness . 

In the case of the surface-active agent 
employed in these tests, this threshold lies between SO 
30 and 70-C in the case of an immersion period of 15 
minutes . 

The test at 60»C is iound to be a relatively 
satisfactory compromise between the treatment period 
and the temperature of the bath for use in the 
35 mechanical industry. 

The following test* (No. 9 to 14) demonstrate 
the influence of the period of immersion in the bath on 
the degreasing action. 
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a a «h«w that the immersion 
». r..»lf <^ lM ? £T «" ***** 

" d . rsu— - hick °" 

temperature, there is a tu 

— -77"^ out between SO and 

B7-C. show that the ob tained « 

acceptable level of cleanness 

approximately 2.5 -«»•■ ^ . 8ati .tactory 

Tests Ho. 13 and " teBperature of 90'C 
re sult can he obtained at a _ 

and an immersion period o inV ention the 

«"»• t^^TJST^ — that this is 
version period can be reduc ^ ^ tbe ba th 

found necessary. but. a ^ iv e at the required 

temperature must be increased to arri 

result. 15 to 17) have shown 

the use of ultrasonics. obt ained in 

j results Can Still 

Thus, good results „._ io a of the order 

-,-..4„„r with an immersion period ot w 
these c - dltl0n6 / a tb bath temp erature of the order of 
2 5 of 1 minute and a bath temp 

70 ° C - . ► (Mo 18) shows that the 

Xbe following test (Ho. Ml ^ ortaat 

concentration of ^"""^ «* that for 
factor for obtaining ^ ^ ^ath temperature. 
30 t^Ts^re^r valu: below which the treatment 

loses its effectiveness M . aetive age nt is 

Xn the case where the surfa ^ 
. an ethoxylated -orbitan ^ treatmant 

35 concentration of surfactan ^ ^ ^ 

conditions tha -~ ^ ^ that the concentration 
f hy aro7.rp.roxi- which is necessary to obtain the 
re! result depends on the bath temperature. 
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, -hows that it is posaibl* 
TeB t 20 in P"^- 1 ;^^ tte b ath ^erature 
to employ «% solutions of « ^ l3aftcrsion for 

is incrca sea to and that u „ ted 

. ^elv 5 minutes, tne 

'•■ to - *v~"» y ^ - - -~ 

bath remains appre«ab ^ 2 . 5 . 

meaning, at a value of appro* as 

On the other band, the J preb ably 
incr eases sli.btly - ^ t e-os to 

of the tact 
because ox solution. . - v 

-~ the peroxide soxut relatively 
5 concentrate the p phenomenon « 

However, this P 

tM , this p.o»» «» " ' * t „i„ti». l«o«» *» 

th e chemical agents that 
biodegradable. 
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^- n f the invention in which an exclusive 

pTopeSfoT SSvfle^isTl^Lee are defined as follows: 

x use of a mixture consisting of an aqurous 

solution containing fro* 3 to 50 % and preferably fro. 
10 to 40 % by weight of hydrogen peroxide and of an 
effective quantity of at least one wetting surface- 
active agent which is stable in an oxidizing medium, as 
degreasing composition especially for cleaning metal 

articles. . 
2 use according to Claim 1. characterized in that 

the abovementioned wetting surf ace -active agent(s) « 
are) chosen from the group including the organic mono-, 
di- and triesters of phosphoric acid, fatty acids and 
sulphonated esters. carboxyl.ted ethoxyl.ted fatty 
alcohols and a l)cylnaphthalenesulphonates . 

alxylpolyglucosides, fatty acid alxanolamides and amine 
oxides. alxoxylated alcohols and alky Iphenols . 
copolymers of ethylene and propylene oxides, 
ethoxylated fatty acids, ethoxylated sorbitan esters, 
ethcxylated glyceride*. alxoxylated amines and amides 
alxoxylated derivatives of perf luorinated and 
polyfluorinated alcohols, quaternary ammoniums, amxne 
and imidazoline salts and betaines. 

3 use according to Claim 1 or 2. characterized xn 

that the abovementioned wetting surface-active a^enUs) 
iB (are) chosen from nonionic surfactants of 
bydrophilic nature a^d in particular from ethoxylated 
6orbitan esters. 

4 use according to one of Claims 1 to 3 . 

characterized in that the weight ratio of the surface- 
active agent (s) to the hydrogen peroxide withrn the 
said mixture is between 1:10 and 1:1000. preferably 
between 1:30 and 1:100. 

5 use according to one of Claims 1 to 4. 
characterized in that the abovementioned aqueous 
solution includes 35 % by weight of hydrogen peroxide. 

6 use according to one of Claims 1 to 4. 



0- W9V _ _ 

characterized in that the abovementioned aqueous 
solution includes from 10 to 15 % by weight of hydrogen 



peroxide and 0.3 to 0.5 % of ethoxyl.ted sorbitan 
esters. 

7. Aqueous solution comprising, as active agent. 
10 to 15 * by weight of nydrogen peroxide and 0.3 to 

0 5 % by weight of ethoxylated sorbitan monolaurate. 

8. Aqueous solution comprising, as active agent. 
30 to 50 \ by weight of hydrogen peroxide and 0.5 \ to 

1 % by weight of ethoxylated sorbitan monolaurate. 

g Process for degreasing articles. especially 

gallic ones, characterized in that it consists: 

• . in immersing the sai- articles in a b^th 
including a mixture consisting of an aqueous 
solution containing from 3 to SO % by weight 
of hydrogen peroxide and of an effective 
quantity of at least one wetting surface- 
active agent which is stable in an oxidixing 
medium, at a temperature of between 15 and 
100 -C. preferably between 25 and 90'C. for a 
period of between 5 seconds and 60 minutes, 
preferably from 5 to 30 minutes. 
- in rinsing the said articles thus treated. 
10. Process according to Claim 9. characterized in 

that the abovementioned immersion of the articles in 
the bath is accompanied by a mechanical action intended 
to facilitate the contact between the articles and the 
bath. like, in particular, the use of ultrasonics. 
11 Process according to one of Claims 9 and 10. 

characterized in that the bath is a solution' such as 
defined in Claim 5. at « temperature of approximately 



12 Process according to one of Claims 9 and 10. 

characterized in that the bath is a solution such as 
defined in Claim 7 and that the operating temperature 
is approximately 70*C. 

13 Process according to one of Claims 9 and 10. 

characterized in that the bath is a solution such a. 
defined in Claim 8, diluted by a half and that the 
operating temperature is approximately 70*C. 
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